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(57)Abstract: 

PROBLEM TO BE SOLVED: To provide a method for providing a seal 
member to the surface of a base material to easily manufacture a high 
accurate product, wherein the seal member is provided to the surface of 
the base material, having an accurately formed outer contour shape even if 
the seal member itself provided to the base material has a narrow or low 
dimension. 

SOLUTION: In the method for providing the seal member (2) to the single 
surface of at least the base material (1), a mold (3) having the recessed 
groove (31), which corresponds to the outer contour shape of the seal 
member (2) and to which release treatment is applied, is prepared and, after 
the raw material (21) of the seal member preliminarily adjusted in viscosity 
is interposed between the surface of the base material and the recessed 
groove to which release treatment is applied of the mold, the recessed 
groove is filled with the seal member while the base material is pressed to 
the mold to shape the seal material into a predetermined shape and, after 
the seal member is cured, the cured member is demolded to be provided to 
the surface of the base material. 
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[0010] 

Fig. 3(D) shows a step for conducting molding and hardening 
process of material 21 for a seal member by performing a mold clamping. 
During mold clamping, heating is conducted from upper and lower 
directions, as shown with arrows, while fine pressure is being applied on a 
base member 1 vertically downwardly, as shown with a thick arrow, and a 
molding and hardening process of material 21 for a seal member and close 
adhesion of the material 21 for a seal member to a surface of the base 
member 1 are conducted while degassing is conducted through a degassing 
hole provided in a mold 3, and cooling is then performed. A 
mold-clamping pressure in this step may be such fine pressure as 10 to 
lOOkPa per close adhesion area of the seal member or so. When the 
pressure is less than lOkPa, accurate molding of the material 21 can not be 
achieved, and when the pressure exceeds lOOkPa, deformation or crack 
occurs easily in the base member. 
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